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AMENDMENTS TO THE CLAIMS 

This listing of claims will replace all prior versions, and listings of claims in the 
application: 

1-4. (Canceled) 

5. (Currently Amended) A multilayer sheet, which comprises: 

a substrate layer of an elastomeric styrene polymer comprising from 1 to 20 parts by 
mass of a dispersed phase of an elastomer comprising from 30 to 50 mass% of styrene 
monomer units and from 70 to 50 mass% of butadiene monomer units, and from 99 to 80 
parts by mass of a continuous phase of a polymer comprising from 35 to 75 mass% of styrene 
monomer units and from 65 to 25 mass% of (meth)acrylate monomer units, and 

a surface layer consisting essentially of a styrene polymer comprising from 35 to 75 
mass% of styrene monomer units and from 65 to 25 mass% of (meth)acrylate units, formed 
on each side of the substrate layer; and 

wherein the total thickness of said multilayer sheet is from 50 to 2,000 \xm, and the 
thickness of the surface layer is from 3 to 20% of the total thickness. 

6. (Cancelled) 

7. (Previously Presented) A multilayer sheet which comprises: 
a substrate layer 

comprising a thermoplastic resin (C); and 
a surface layer formed on at least one side of the substrate layer, 
said surface layer comprising 
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an elastomeric styrene polymer, 
component (Bl), 
component (B2) and 
component (B3), 

in a mass ratio of elastomeric styrene polymer to the total amount of 
components (Bl), (B2) and (B3) of from 98/2 to 80/20, 

wherein said elastomeric styrene polymer comprises 

(I) from 40 to 95 parts by mass of a continuous phase of a copolymer 
comprising from 20 to 80 mass% of styrene monomer units, from 80 to 20 mass% of (meth) 
aery late monomer units and from 0 to 10 mass% of units of other vinyl monomers 
copolymerizable with such monomers, and 

(II) from 60 to 5 parts by mass of a dispersed phase of a graft copolymer 
having from 20 to 90 parts by mass of graft branches of a copolymer comprising from 20 to 
80 mass% of styrene monomer units, from 80 to 20 mass% of (meth) acrylate monomer units 
and from 0 to 10 mass% of units of other vinyl monomers copolymerizable with such 
monomers, grafted to from 10 to 80 parts by mass of an elastomer, 

wherein the volume average particle size of the dispersed phase is from 0.1 to 0.6 |am, 
and the difference in the refractive index between the continuous phase and the dispersed 
phase is not more than 0.05; 

wherein component (Bl) is an aminocarboxylic acid having at least 6 carbon atoms, a 
lactam, or a salt of a diamine with a carboxylic acid, having at best 6 carbon atoms; 

wherein component (B2) is at least one dial compound selected from the following 
chemical formulae (1) to (3) : 
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wherein Ri is an ethylene oxide group, R 2 is an ethylene oxide group or a propylene 
oxide group, Y is a covalent bond, a Ci- 6 alkylene group, a Ci_ 6 alkylidene group, a C7-17 
cycloalkylidene group, a C7-17 arylalkylidene group, O, SO, S0 2 , CO, S, CF 2 , C(CF 3 )2 or NH, 
L in X L is an integer of from 1 to 4, and each of m and n is an integer of at least 16; 

wherein component (B3) is a polyether ester amide having a C4-20 dicarboxylic acid 
copolymerized; and 

wherein the total thickness of said multilayer sheet is from 50 to 2,000 fim, and the 
thickness of the surface layer is from 3 to 20% of the total thickness. 

8. (Previously Presented) The sheet according to Claim 5, wherein the refractive 
index of the surface layer at 25°C is within a range of ±0.01 of the refractive index of the 
substrate layer. 
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9. (Currently Amended) A formed product, which comprises: 
the sheet as defined in Claims 1 or Claim 5. 

10. (Currently Amended) An electronic component packaging container, which 
comprises: 

the sheet as defined in Claims 1 or Claim 5. 

1 1 . (Currently Amended) A food product packaging container, which comprises: 
the sheet as defined in Claims 1 or Claim 5. 

12. (Currently Amended) An embossed carrier tape, which comprises: 
the sheet as defined in Claims 1 or Claim 5. 

13. (Currently Amended) A soft tray which comprises the sheet as defined in Claim s 
4-er Claim 5. 

14. (Currently Amended) An electronic component package which comprises the 
sheet as defined in Claims 1 or Claim 5. 

15. (Previously Presented) The product of Claim 9 which is obtained by air-pressure 
forming or vacuum forming. 

16. (Previously Presented) The sheet according to Claim 5, wherein said elastomer is 
a styrene/butadiene block copolymer. 
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17. (Previously Presented) The sheet according to Claim 1 6, wherein a weight 
average molecular weight (Mw) of polystyrene portions of said block copolymer is within a 
range of from 45,000 to 75,000. 
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